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(54) Composite elastic necked-bonded material 

(57) The present invention provides a composite 
elastic necked-bonded material (40) including at least 
one necked material (12) joined to at least one elastic 
sheet (32). The composite elastic necked-bonded mate- 
rial (40) is stretchable in a direction generally parallel to 
the direction of constriction or necking of the necked 
material. Also disclosed is a method of producing a com- 
posite elastic necked-bonded material by extruding a film 



of substantially molten elastomer through a die tip; 
depositing the extruded elastomeric film onto a ten- 
sioned. necked material within from about 0.1 to about 1 
second of exiting the die tip to form a multilayer material; 
and then immediately applying pressure to the multilayer 
material to bond the tensioned, necked material to the 
elastomeric film. 
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As used herein, the term "irrterfiber bonding" means bonding produced by entanglement between individual fibers 
to form a coherent web structure without the use of thermal bonding. This fiber entangling is inherent in the meltblown 
processes but may be generated or increased by processes such as, for example, hydraulic entangling or needlepunch-. 
ing. Alternatively and/or additionally, a bonding agent can be utilized to increase the desired bonding and to maintain 
structural coherency of a fibrous web. For example, powdered bonding agents and chemical solvent bonding may be 
used. 

As used herein, the term "sheet" means a layer which may either be a film or a nonwoven web. 

As used herein, the term "necked materiar refers to any material which has been narrowed in at least one dimension 
by application of a tensioning force. 

As used herein, the term "neckable material" means any material which can be necked. 

As used herein, the term "percent neckdown" refers to the ratio determined by measuring the difference between 
the inn-necked dimension and the necked dimension of the neckable material and then dividing that difference by the 
inn-necked dimension of the neckable material. 

As used herein, the term "composite elastic necked-bonded materiar refers to a material having an elastic sheet 
joined to a necked material at least at two places. The elastic sheet may be joined to the necked material at intermittent 
points or may be completely bonded thereto. The joining is accomplished while the elastic sheet and the necked material 
are in juxtaposed configuration. The composite elastic necked-bonded material is elastic in a direction generally parallel 
to the direction of neckdown of the necked material and may be stretched in that direction to the breaking point of the 
necked material. A composite elastic necked-bonded material may include more than two layers. For example, the elastic 
sheet may have necked material joined to both of its sides so that a three-layer composite elastic necked-bonded material 
is formed having a structure of necked material/elastic sheet/necked material. Additional elastic sheets and/or necked 
material layers may be added. Yet other combinations of elastic sheets and necked materials may be used. 

As used herein, the term "palindromic laminate" means a multilayer laminate, for example, a composite elastic 
necked-bonded material which is substantially symmetrical. Exemplary palindromic laminates would have layer config- 
urations of A/B/A, A/B/B/A, A/A/B/B/A/A. etc. Exemplary non-palindromic laminates would have layer configurations of 
A/B/C, A/B/C/A. A/C/B/D, etc. 

As used herein, the term "polymer" generally includes, but is not limited to. homopolymers, copolymers, such as. 
for example, block, graft, random and alternating copolymers, ter polymers, etc. and blends and modifications thereof. 
Furthermore, unless otherwise specifically limited, the term "polymer" shall include all possible geometrical configura- 
tions of the material. These configurations include, but are not limited to, isotactic, syndiotactic and random symmetries. 

As used herein, the term "consisting essentially of does not exclude the presence of additional materials which do 
not significantly affect the desired characteristics of a given composition or product. Exemplary materials of this sort 
would include, without limitation, pigments, antioxidants, stabilizers, surfactants, waxes, flow promoters, solvents, par- 
ticulates and materials added to enhance processability of the composition. 

It is an object of the present invention to overcome the above mentioned problems. This object is solved by the 
method of producing a composite elastic necked-bonded material according to independent claims 1, 21, and 22 and 
the composite elastic material according to independent claim 23. Further advantageous features, details, and aspects 
of the invention are evident from the dependent claims, the description and the drawings. The claims are intended to be 
understood as a first non-limiting approach of defining the invention in general terms. 

In accordance with the present invention, there is provided a method of producing a composite elastic necked 
bonded material comprising: 

providing a tensioned, necked material; 
providing a film of substantially molten elastomer; 

depositing the elastomeric film onto the tensioned, necked material to form a multilayer material; and 
applying pressure to the multilayer material to bond the tensioned, necked material to the elastomeric film. 
When an elastic sheet is formed directly on the necked material utilizing film extrusion processes, the method of 

the present invention may include the following steps: 1) providing a continuously advancing tensioned, necked material; 

2) extruding a film of substantially molten elastomer through a die tip; 3) depositing the extruded elastomeric film onto 

the tensioned, necked material within from about 0. 1 to about 1 second of exiting the die tip to form a multilayer material ; 

and 4) immediately applying pressure to the multilayer material to bond the tensioned. necked material to the elastomeric 

film. 

Generally speaking, the tensioned, necked material may be material that was pre-necked and treated to remain in 
its necked condition (e.g., a reversiWy necked material) or may be provided by applying a tensioning force to at least 
one neckable material to neck the material. 

According to the invention, the film of elastomer may be deposited onto the tensioned. necked material within from 
about 0.25 to about 0.5 seconds of exiting the die tip. For example, the film of elastomer is deposited onto the tensioned. 
necked material within from about 0.3 to about 0.45 seconds of exiting the die tip. 

According to one aspect of the invention, the film of elastomer may be extruded at a temperature of from about 
1 82.2°C (about 360°) to about 282.2°C (about 540°F). For example, a film of elastomer may be extruded at a temperature 
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of from about 1 98.9°C (about 390*) to about 248.9°C (about 480°F)- Desirably, the film of elastomer may be extruded 
at a temperature from about 204.4°C (about 400°) to about 21 5.6°C (about 420°F). 

Pressure is applied to bond the necked material to the elastomeric - film. This pressur may be applied utilizing, for 
example, a pressur roll arrangement The pressure roll arrangement may include at least a first roll and a second roll 

5 configured to provide a gap between the rolls. Generally speaking, the gap setting between the first and second rolls of 
the pressure roll arrangement is large enough so that the force required to extend the resulting composite elastic material 
on the first pull is at least about 25 percent less than the force required to extend an identical composite elastic material 
prepared in an identical pressure roll arrangement with the pressure rolls in substantial bonding contact. 

Alternatively, and/or additionally, pressure applied to bond the necked material to the extruded elastomeric film may 

w be generated by the tensioning force on the tensioned, necked material as the elastomeric film is temporarily configured 
between a layer of tensioned, necked material and a roller or surface (e.g., a protruding roller or protruding surface). 

The elastomeric film may be a film of elastomeric pressure sensitive elastomer adhesive. The elastomeric pressure 
sensitive elastomer adhesive may be formed from a Wend including an elastomeric polymer and a tackrfying resin. 
The present invention also encompasses a composite elastic material produced by the method described above. 

is According to one aspect of the present invention, the method of producing a composite elastic necked-bonded 
material including one or more layers of necked material joined to one or more layers of elastic sheet includes the 
following steps: 1) providing a first and second continuously advancing sheet, each sheet being composed of at least 
one tensioned, necked material and each sheet advancing in intersecting relationship to form a contact zone; 2) extruding 
a film of substantially molten elastomer through a die tip between the first and second continuously advancing sheet of 

20 tensioned, necked material so that the extruded elastomeric film is deposited into the contact zone within from about 
0.1 to about 1 second of exiting the die tip to form a multilayer material; and 3) immediately applying pressure to the 
multilayer material to bond each tensioned, necked material to the elastomeric film. 

Generally speaking, the first and second continuously advancing sheets of tensioned, necked material may be 
material that was pre-necked and treated to remain in its necked condition (e.g., a reversibly necked material) or may 

25 be provided by applying a tensioning force to at least one neckable material to neck the material. 

The film of elastomer may be deposited onto the tensioned, necked material within from about 0.25 to about 0.5 
seconds of exiting the die tip. For example, the film of elastomer is deposited onto the tensioned, necked material within 
from about 0.3 to about 0.45 seconds of exiting the die tip. 

In an aspect of the invention, the film of elastomer may be extruded at a temperature of from about 1 82.2°C (about 

30 360°F) to about 282.2°C (about 540°F). For example, a film of elastomer may be extruded at a temperature of from 
about 198.9°C (about 390°F) to about 248.9°C (about 480°F). Desirably, the film of elastomer may be extruded at a 
temperature from about 204.4°C (about 400°F) to about 215.6°C (about 420°F). 

Pressure is applied to bond the necked material to the elastomeric film. This pressure may be applied utilizing, for 
example, a pressure roll arrangement The pressure roll arrangement may include at least a first roll and a second roll 

35 configured to provide a gap between the rolls. One or both of the first and second roll may be a smooth roll. Generally 
speaking, the gap setting between the first and second rolls of the pressure roll arrangement is large enough so that 
the force required to extend the resulting composite elastic material on the first pull is at least about 25 percent less than 
the force required to extend an identical composite elastic material prepared in an identical pressure roll arrangement 
with the pressure rolls in substantial bonding contact. For example, the method of the present invention may be practiced 

40 with the gap setting between the pressure rollers at about 0.387mm (about 15 mils) to about 3.1 75mm (about 125 mils). 
As a further example, the method of the present invention may be practiced with the gap setting between the pressure 
rollers at about 0. 762mm (about 30 mils) to about 2. 54mm (about 1 00 mils). Desirably, the method of the present invention 
is to be practiced with the gap setting between the pressure rollers about 1.016mm (about 40 mils) to about 1.651mm 
(about 65 mils). 

45 Alternatively, and or additionally, pressure applied to bond the necked material to the elastomeric film may be gen- 
erated by the tensioning force on the tensioned, necked material as the elastomeric film is temporarily configured between 
a layer of tensioned, necked material and a protruding roller. 

The elastomeric film may be a film of elastomeric pressure sensitive elastomer adhesive. The pressure sensitive 
elastomer adhesive may be formed from a Wend including an elastomeric polymer and a tackifying resin. 

so The present invention also encompasses a composite elastic material produced by the method described above. 
The necked material used as a component of the composite elastic necked-bonded material is formed from a neck- 
able material. If the material is stretchable, it may be necked by stretching in a direction generally perpendicular to the 
desired direction of neck<town. The neckable material may be any material that can be necked and joined to an elastic 
sheet. Such neckable materials include knitted and loosely woven fabrics, bonded carded webs, spunbonded webs or 

55 meltblown webs. The meltblown web may include meltblown microf ibers. The neckable material may also have multiple 
layers such as. for example, multiple spunbonded layers and/or multiple meltblown layers. The neckable material may 
be made of polymers such as, for example, polyolefins. Exemplary polyolefins include polypropylene, polyethylene, 
ethylene copolymers and propylene copolymers. 
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The elastic sheet may be a pressure sensitive elastomer adhesive sheet. If the elastic sheet is nonwoven web of 
elastic f foers or pressure sensitive elastomer adhesive fibers, the fibers may be meltblown fibers. More particularly, the 
meltdown fibers may be meltblown microfibers. 

Other aspects of this invention provide that the pressure sensitive elastomer adhesive sheet and necked material 
5 may be joined without the application of heat such as, for example, by a pressure bonder arrangement or by tensioned 
wind-up techniques. 

In a further aspect of the present invention, there is provided a a method of producing a composite elastic necked- 
bonded material including one or more layers of necked material joined to one or more layers of elastic sheet. The 
method includes the following steps: 1 ) applying a tensioning force to at least one neckable material to neck the material; 
w and 2) joining the tensioned, necked material to at least one elastic sheet at least at two locations. 

The elastic sheet and the tensioned, necked material may be joined by overlaying the materials and applying heat 
and/or pressure to the overlaid materials. Alternatively, the layers may be joined by using other bonding methods and 
materials such as, for example, adhesives, pressure sensitive adhesives, ultrasonic welding, high energy electron beams, 
and/or lasers. In one aspect of the present invention, the elastic sheet may be formed directly on the necked material 
is utilizing processes, such as. for example, mettblowing processes and film extrusion processes. 

FIG. 1 is a schematic representation of an exemplary process for forming a composite elastic necked-bonded mate- 
rial. 

FIG. 2 is a plan view of an exemplary neckable material before tensioning and necking. 
FIG. 2A is a plan view of an exemplary necked material. 
20 FIG. 2B is a plan view of an exemplary composite elastic necked-bonded material while partially stretched. 

FIG. 3 is a schematic representation of an exemplary process for forming a composite elastic necked-bonded mate- 
rial using a tensioned wind-up method. 

FIG. 4 is a schematic representation of an exemplary process for forming a composite elastic necked-bonded mate- 
rial by mettblowing an elastic web between two necked material layers. 
25 FIG. 5 is a representation of an exemplary bonding pattern used to join components of a composite elastic necked- 
bonded material. 

FIG. 6 is an illustration of an exemplary process for forming a composite elastic necked-bonded material using a 
film extrusion method. 

FIG. 7 is an illustration of an exemplary process for forming a composite elastic necked-bonded material using a 
30 film extrusion method. 

FIG. 8 is an illustration of an exemplary process for forming a composite elastic necked-bonded material using a 
film extrusion method. 

FIG. 9 is a representation of an exemplary stress-strain curve for a composite elastic necked-bonded material. 
FIG. 10 is a representation of an exemplary stress-strain curve for a composite elastic necked-bonded material. 
35 FIG. 1 1 is a representation of an exemplary stress-strain curve for a composite elastic necked-bonded material. 
FIG. 12 is a representation of an exemplary stress-strain curve for a composite elastic necked-bonded material. 
Referring to Fig. 1 of the drawings there is schematically illustrated at 10 a process for forming a composite elastic 
necked-bonded material. 

According to the present invention, a neckable material 12 is unwound from a supply roll 14 and travels in the 
40 direction indicated by the arrow associated therewith as the supply roll 1 4 rotates in the direction of the arrows associated 
therewith. The neckable material 12 passes through a nip 16 of the drive roller arrangement 18 formed by the drive 
rollers 20 and 22. 

The neckable material 12 may be formed by known nonwoven extrusion processes, such as, for example, known 
meltbJowing processes or known spunbonding processes, and passed directly through the nip 16 without first being 
45 stored on a supply roll. 

An elastic sheet 32 is unwound from a supply roll 34 and travels in the direction indicated by the arrow associated 
therewith as the supply roll 34 rotates in the direction of the arrows associated therewith. The elastic sheet passes 
through the nip 24 of the bonder roller arrangement 26 formed by the bonder rollers 28 and 30. The elastic sheet 32 
may be formed by extrusion processes such as, for example, m el tbl owing processes or film extrusion processes and 

so passed directly through the nip 24 without first being stored on a supply roll. 

The neckable material 12 passes through the nip 16 of the S-roll arrangement 18 in a reverse- S path as indicated 
by the rotation direction arrows associated with the stack rollers 20 and 22. From the S-roll arrangement 1 8, the neckable 
material 1 2 passes through the pressure nip 24 formed by a bonder roller arrangement 26. Because the peripheral linear 
speed of the rollers of the S-roll arrangement 18 is controlled to be less than the peripheral linear speed of the rollers 

55 of the bonder roller arrangement 26. the neckable material 1 2 is tensioned between the S-roll arrangement 18 and the 
pressure nip of the bonder roll arrangement 26. By adjusting the difference in the speeds of the rollers, the neckable 
material 12 is tensioned so that it necks a desired amount and is maintained in such tensioned, necked condition while 
the elastic sheet 32 is joined to the necked material 12 during their passage through the bonder roller arrangement 26 
to form a composite elastic necked-bonded laminate 40. 
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Other methods of tensioning the neckable material 12 may be used such as, for example, tenter frames or other 
* recbon **** arrangements that expand the neckable material 12 in other directions such as for 
exampl the cross-machine direction so that, after bonding to the elastic sheet 32. the resulting composite elastic 

^J^r^^fT 12 ^ be 9 nonwoven material such as > for example, spunbonded web. meltblown web or 
bonded carded web. If the neckable material is a web of meltblown fibers, it may include meltblown microfibers. The 
neckable material 12 may be made of fiber forming polymers such as. for example, polyolefins. Exemplary polyolef ins 
include one or more of polypropylene, polyethylene, ethylene copolymers. - propylene copolymers, and butene copoly- 
mers. Useful polypropylenes include, for example, polypropylene available from the Hirnont Corporation under the trade 
des.gnat.on PC-973. polypropylene available from the Exxon Chemical Company under the trade designation Exxon 
3445. and polypropylene available from the Shell Chemical Company under the trade designation DX 5A09 

In one embodiment of the present invention, the neckable material 12 is a multilayer material having for example 
at least one layer of spunbonded web joined to at least one layer of meltblown web. borided carded web or other suitable 
material. For example, neckable material 1 2 may be a multilayer material having a fi^ 

having a basis weight from about 6.782 to about 271 .28 g/m* (about 0.2 to about 8 ounces per square yard (osy)) a 
layer of meltblown polypropylene having a basis weight from about 6.782 to about 135.64 g/mz (about 0 2 to about 4 
osy). and a second layer of spunbonded polypropylene having a basis weight of about 6.782 to about 271 28 g/m* (about 
0.2 to about 8 osy). Alternatively, the neckable material 12 may be single layer of material such as for example a 
spunboridedwebhavingabasisweigWoffrOT 

web having a basis weight of from about 6.782 to about 271 .28 g/rr* (about 0.2 to about 8 osy). 

The neckable material 12 may also be a composite material made of a mixture of two or more different fbers or a 
m.xture of fibers and particulates. Such mixtures may be formed by adding fibers and/or particulates to the gas stream 
in which meltblown fibers are carried so that an intimate entangled commingling of meltblown fibers and other materials 
e.g^ wood pulp, staple f.bers and particulates such as, for example, hydrocolloid (hydrogel) particulates commonly ref- 
ered to as superabsorbant materials, occurs prior to collection of the meltblown fibers upon a collecting device to form 
a coherent web of randomly dispersed meltblown fbers and other materials such as disclosed in US Patent No 
4. 1 00.324, the disclosure of which is hereby incorporated by reference. 

If the neckable material 12 is a nonwoven web of fibers, the fibers should be joined by interfber bonding to form a 
coherent web structure which is able to withstand necking. Interfiber bonding may be produced by entanglement between 
individual mertblown fibers. The fiber entangling is inherent in the meltblown process but may be generated or increased 
by processes such as. for example, hydraulic entangling or needlepunching. Alternatively and/or additionally a bonding 
agent may be used to increase the desired bonding. 

The elastic sheet 32 may be made from any material which may be manufactured in sheet form. Generally any 
suitable elastomenc fiber forming resins or blends containing the same may be utilized for the nonwoven webs of elas- 
tomenc fibers of the invention and any suitable elastomenc film forming resins or blends containing the same may be 
utilized for the elastomeric films of the invention. 

For example, the elastic sheet 32 may be made from block copolymers having the general formula A-B-A' where A 
and A' are each a thermoplastic polymer endblock which contains a styrenic moiety such as a poly (vinyl arene) and 
where B is an elastomeric polymer midblock such as a conjugated diene or a lower alkene polymer. The elastic sheet 
32 may be formed from, for example. (polystyrene^y(ethyleneb^ block copolymers available from 

the Shell Chemical Company under the trademark KRATON G. One such block copolymer may be. for example. KRATON 
G-1657. 

Other exemplary elastomeric materials which may be used to form elastic sheet 32 include polyurethane elastomeric 
materials such as. for example, those available under the trademark ESTANE from B. F. Goodrich & Co., polyamide 
elastomeric materials such as. for example, those available under the trademark PEBAX from the Rilsan Company, and 
polyester elastomeric materials such as, for example, those available under the trade designation Hytrel from E. I. DuPont 
De Nemours & Company. Formation of elastic sheets from polyester elastic materials is disclosed in. for example, U.S. 
Patent No. 4,741 .949 to Morman et al., hereby incorporated by reference. 

A pdyolefin may also be Wended with the elastomeric polymer to improve the processability of the composition 
The polyolef in must be one which, when so blended and subjected to an appropriate combination of elevated pressure 
and elevated temperature conditions, is extrudable. in blended form, with the elastomeric polymer. Useful blending poly- 
olef .n materials include, for example, polyethylene, polypropylene and polybutene, including ethylene copolymers pro- 
pylene copolymers and butene copolymers. A particularly useful polyethylene may be obtained from the U.S. I. Chemical 
Company under the trade designation Petrothaene NA601 (also referred to herein as PE NA601 or polyethylene NA601). 
Two or more of the polyolefins may be utilized. Extrudable blends of elastomeric polymers and polyolefins are disclosed 
in. for example, US. Patent No. 4,663.220 to Wisneski et al., hereby incorporated by reference. 

The elastic sheet 32 may also be a pressure sensitive elastomer adhesive sheet. For exampl , the elastic material 
itself may be tacky or, alternatively, a compatible tackifying resin may be added to the extrudable elastomeric composi- 
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tions described above to provide an elastomeric sheet that can act as a pressure sensitive adhesiv , e.g., to bond the 
elastomeric sheet to a tensioned. necked nonelastic web. In regard to the tackifying resins and tackified extrudable 
elastomeric compositions, not the resins and compositions as described in US. Patent No. 4,789,699, filed October 
15, 1986 of J. S. Keiffer and T. J. Wisneski for "Ambient Temperature BondaWe Elastomeric Nonwoven Web", the dis- 

5 closure of which is hereby incorporated by reference. 

Any tackif ier resin can be used which is compatible with the elastomeric polymer and can withstand the high process- 
ing (e.g., extrusion) temperatures. If blending materials such as, for example, polyolefins or extending oils are used, the 
tackifier resin should also be compatible with those blending materials. Generally, hydrogenated hydrocarbon resins are 
preferred tackifying resins, because of their better temperature stability. REGALREZ™ and ARKON™ P series tackifiers 

w are examples of hydrogenated hydrocarbon resins. ZONATAK™501 lite is an example of a terpene hydrocarbon. REGAL- 
REZ hydrocarbon resins are available from Hercules Incorporated. ARKON P series resins are available from Arakawa 
Chemical (U.S.A.) Incorporated. Of course, the present invention is not limited to use of such three tackifying resins, 
and other tackifying resins which are compatible with the other components of the composition and can withstand the 
high processing temperatures, can also be used. 

is A pressure sensitive elastomer adhesive may include, for example, from about 40 to about 80 percent by weight 
elastomeric polymer, from about 5 to about 40 percent polyolef in and from about 5 to about 40 percent resin tackifier. 
For example, a particularly useful composition included, by weight, about 61 to about 65 percent KRATON G-1657, 
about 1 7 to about 23 percent Polyethylene NA-601 , and about 1 5 to about 20 percent REGALREZ 1 1 26. 

The elastic sheet 32 may also be a multilayer material in that it may include two or more individual coherent webs 

20 or films. Additionally, the elastic sheet 12 may be a multilayer material in which one or more of the layers contain a 
mixture of elastic and nonelastic fibers or particulates. An example of the latter type of elastic web, reference is made 
to U.S. Patent No. 4,209.563, incorporated herein by reference, in which elastomeric and non-elastomeric fibers are 
commingled to form a single coherent web of randomly dispersed fibers. Another example of such a composite web 
would be one made by a technique such as disclosed in U.S. Patent No. 4,100.324 issued July 1 1. 1978 to Richard A. 

25 Anderson et al., and also incorporated herein by reference. That patent discloses a nonwoven material which includes 
a mixture of meltblown thermoplastic fibers and other materials. The fibers and other materials are combined in the gas 
stream in which the meltblown fibers are borne so that an intimate entangled commingling of metttxown fibers and other 
materials, e.g., wood pulp, staple fibers or particulates such as, for example, hydrocolloid (hydrogel) particulates com- 
monly referred to as super-absorbents occurs prior to collection of the fbers upon a collecting device to form a coherent 

30 web of randomly dispersed fibers. 

The bonder roller arrangement 26 may be a smooth calender roller 28 and a smooth anvil roller 30 or may include 
a patterned calender roller, such as, for example, a pin embossing roller arranged with a smooth anvil roller. One or both 
of the calender roller and the smooth anvil roller may be heated and the pressure between these two rollers may be 
adjusted by well-known means to provide the desired temperature, if any, and bonding pressure to join the necked 

35 material 12 to the elastic sheet 32 forming a composite elastic necked-bonded material 40. The necked material and 
the elastic sheet may be completely bonded together and still provide a composite elastic necked-bonded material with 
good stretch properties. That is, a composite elastic material may be formed by joining a necked material to an elastic 
sheet utilizing bonding surfaces such as. for example, smooth rollers or platens to provide a high bond surface area. A 
composite elastic necked-bonded material 40 may also be formed utilizing a bonding pattern such as, for example, the 

40 sinusoidal bonding pattern shown in Fig. 5. That pattern has approximately 1 1 .62 pins for cm* (75 pins per square inch) 
with each pin about 0.1499 cm (about 0.059 inches) in diameter, providing a bond surface area of about 20.5 percent 
Necked materials may be joined to the elastic sheet 32 at least at two places by any suitable means such as, for 
example, thermal bonding or ultrasonic welding which softens at least portions of at least one of the materials, usually 
the elastic sheet because the elastomeric materials used for forming the elastic sheet 32 have a lower softening point 

45 than the components of the necked material 12. Joining may be produced by applying heat and/or pressure to the 
overlaid elastic sheet 32 and the necked material 12 by heating these portions (or the overlaid layer) to at least the 
softening temperature of the material with the lowest softening temperature to form a reasonably strong and permanent 
bond between the re-solidified softened portions of the elastic sheet 32 and the necked material 12. 

Elastic sheets can be used having basis weights less than 16.955g/m2 (0.5 osy (ounces per square yard)), for 

so example, from about I3.564g/m2 to about 8.478g/m2 (about 0.25 to about 0.4 osy) Such extremely low basis weight 
sheets are useful for economic reasons, particularly for use in disposable products. Additionally, elastic sheets having 
higher basis weights wuch as, for example, from about 1 6.9550/m 2 to about 339. 1 g/rrv* (about 0.5 to about 1 0 osy) may 
also be used. 

With regard to thermal bonding, one skilled in the art will appreciate that the temperature to which the materials, or 
55 at least the bond sites thereof, are heated for heat-bonding will depend not only on the temperature of the heated roll(s) 
or other heat sources but on the residence time of the materials on the heated surfaces, the basis weights of the materials 
and their specific heats and thermal conductivities. However, for a given combination of materials, and in view of the 
herein contained disclosure the processing conditions necessary to achieve satisfactory bonding can be readily deter- 
mined by one of skill in the art 
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Conventional driv means and other conventional devices which may be utilized in conjunction with the apparatus 
of Fig. 1 are well known and. for purposes of clarity, have not been illustrated in the schematic view of Fig. 1. 

The relation between the original dimensions of th neckable material 12 to its dimensions after tensioning deter- 
mines the approximate limits of stretch of composit elastic necked-bonded material. Because the neckable material 
12 rs able to stretch and return to its necked dimensions in directions such as. for example the machine direction or the 
cross-machinedire^ 
as the neckable material 12. 

For example, with reference to Figs. 2, 2A. and 2B. if it is desired to prepare a composite elastic necked-bonded 
material stretchable to a 150% elongation, a width of neckable material shown schematically and not necessarily to 
scale in Fig. 2 having a width "A" such as. for example, 250 cm. is tensioned so that it necks down to a width of about 
100 cm. The necked material shown in Fig 2A is then joined to an elastic sheet (not shown) having a width of approxi- 
mately 100 cm and which is at least stretchable to a width of 250 cm. The resulting composite elastic necked-bonded 
material shown schematically and not necessarily to scale in Fig. 2B has a width "B* of about 100 cm and is stretchable 
to at least the original 250 cm width "A* of the neckable material fa an elongation of about 150%. As can be seen from 
the example, the elastic limit of the elastic sheet needs only to be as great as the minimum desired elastic limit of the 
composite elastic necked-bonded material. 

Referring now to Fig. 3 of the drawings, there is schematically illustrated at 50 an exemplary process for forming a 
composite elastic necked-bonded material by a tensioned wind-up method. A first neckable material 52 is unwound from 
a supply roil 54 and a second neckable material 82 is unwound from a supply roll 84. The neckable materials 52 and 
82 then travel in the direction indicated by the arrows associated therewith as the supply rolls 54 and 84 rotate in the 
direction of the arrows associated therewith. The neckable material 52 then passes through the nip 56 of an S-roll 
arrangement 58 formed by the stack rollers 60 and 62, Likewise, the neckable material 82 passes through the nip 86 of 
an S-roll arrangement 88 formed by the stack rollers 90 and 92. The neckable materials 52 and 82 may be formed by 
known nonwoven extrusion processes such as. for example, known spunbonding or known mettblowing processes and 
passed through the nips 56 and 86 without first being stored on supply rolls. 

An elastic sheet 72 is unwound from a supply roll 74 and travels in the direction indicated by the arrow associated 
therewith as supply roll 74 rotates in the direction of the arrows associated therewith. The elastic sheet 72 may be formed 
by known extrusion processes such as, for example, known meltblowing processes or known film extrusion processes 
without first being stored on a supply roll. 

The neckable material 52 then passes through a nip 56 of an S-roll arrangement 58 in a reverse-S wrap path as 
indicated by the rotation direction of the arrows associated with the stack rollers 60 and 62. Likewise, the neckable 
material 82 passes through a nip 86 of an S-roll arrangement 88 in a reverse-S wrap path as indicated by the rotation 
direction arrows associated with the stack rollers 90 and 92. Because the peripheral linear speeds of the rollers of the 
S-roll arrangements 58 and 88 are controlled to be lower than the peripheral linear speed of the rollers of the wind-up 
roll 94, the neckable materials 52 and 82 are necked and tensioned so that they sandwich the elastic sheet 72 as they 
are wound up on the wind-up roll 94. 

A two layer composite in which one side of the elastic sheet is protected to prevent bonding (e.g., covered with a 
plastic film) may be formed by the above-described method. Multilayer materials having multiple layers of elastic sheet 
and multiple layers of necked material such as, for example, palindromic laminates, may also be formed by the same 
method. The roll of material on the wind-up roll 94 may be heated to soften the elastic sheet so that the layers join to 
form a composite elastic necked-bonded material. 

Alternatively, a necked material and a pressure sensitive elastomer adhesive sheet such as, for example, a pressure 
sensitive elastomer adhesive web of meltblown fibers may be joined by the above-described tensioned wind-up method. 
In that case, tension from the necked material provides pressure to activate the pressure sensitive elastomer adhesive 
sheet so that the layers join forming a composite elastic necked-bonded material. 

The above-described tensioned wind-up bonding methods are suited for low basis weight elastomeric sheets. For 
example, elastic sheets may be used having a basis weights less than I6.955g/m2 (0.5 osy (ounces per square yard)), 
for example, from about 8.4775g/m2 to about 1 3.564g/m2 (about 0.25 to about 0.4 osy). Such extremely low basis weight 
sheets are useful for economic reasons, particularly in disposable products. Additionally, elastic sheets having higher 
basis weights such as, for example, from about 1 6.955 to about 339. 1 g/mz (about 0.5 to about 10 osy) may also be used. 

With regard to the bonding pressure utilized when bonding is effected by the above<Jescribed tensioned wind-up 
method, specification of a bonding pressure does not. in itself, take into account complicating factors such as, for example, 
the bonding compatibility of elastic sheet and the necked materials and/or the basis weight weights of the materials.' 
Nonetheless, one skilled in the art, taking into account such factors will readily be able to appropriately select and vary 
an effective bonding pressure. 

Conventional drive means and other conventional devices which may be utilized in conjunction with the apparatus 
of Fig. 3 are well known and, for purposes of clarity, have not been illustrated in the schematic view of Fig. 3. 
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Referring now to Fig. 4 of the drawings, there is schematically illustrated at 100 an exemplary process for faming 
a composite elastic material by meltblowing a web of elastic fibers onto a first necked material, overlaying a second 
necked material and then joining th layers with a bonder roller arrangement. 

A first neckable material 102 is unwound from a supply roll 104. The neckable material 102 then travels in the 

s direction indicated by the arrow associated therewith as the supply roll 1 04 rotates in the direction of the arrow associated 
therewith. The neckable material 102 then passes through a nip 106 of an S-roll arrangement 108 formed by the stack 
rollers 1 10 and 1 12. The neckable material 102 may be formed by nonwoven extrusion processes, such as, for example, 
spunbonding or meltblowing processes, and then passed directly through the nip 106 of the S-rdl arrangement 108 
without first being stored on a supply roll. 

w The neckable material 1 02 then passes through the nip 1 06 of the S-roll arrangement 1 08 in a reverse S-wrap path 
as indicated by the rotation direction arrows associated with the stack rollers 1 1 0 and 112. Because the peripheral linear 
speed of the rollers of the S-roll arrangement 1 08 is controlled to be lower than the peripheral linear speed of the rollers 
of the bonder roller arrangement 162, the neckable material 102 is tensioned so that it necks a desired amount and is 
maintained in such tensioned, necked condition as the elastic sheet 132 is formed directly on the nonelastic material. 

15 As the necked material 1 02 passes under the meltblowing process equipment 1 22. an elastic sheet 1 32 of mettblown 
fibers 1 20 is formed directly on the necked material 1 02. The mettblown fibers 1 20 may include mettblown microf tiers. 

Generally, any suitable elastomeric fiber forming resins or blends containing the same may be utilized for the non- 
woven webs of elastomeric fibers of the invention and any suitable elastomeric film forming resins or blends containing 
the same may be utilized for the elastomeric films of the invention. 

20 The elastic sheet 1 32 of mettblown fibers 1 20 may be formed from elastomeric polymers such as, for example, block 
copolymers having the general formula A-B-A' where A and A' are each a thermoplastic polymer enctolock which contains 
a styrenic moiety such as a poly (vinyl arene) and where B is an elastomeric polymer midblock such as a conjugated 
diene or a tower atkene polymer. One such block copolymer may be, for example, K RATON G-1657. 

Other exemplary elastomeric materials which may be used to form the elastic sheet 1 32 include elastomeric poly- 
ps ester materials, elastomeric polyurethane materials and elastomeric polyamide materials. The elastic sheet 132 may 
also be a pressure sensitive elastomer adhesive sheet. For example, the elastic sheet 132 may be formed from a Wend 
of about 63% by weight KRATON G-1 657. 20% polyethylene NA-601 , and 1 7% REGALREZ 1 126 having a melt flow of 
from about 12 grams per ten minutes to about 18 grams per ten minutes when measured at 190°C and under a 2160 
gram load; an elongation of about 750%; a modulus of elongation at 1 00% of from about 1 068.688 to almostl 378.952 

30 kPa (about 1 55 to about 200 psi); and a modulus of elongation at 300% of from about 1 378.952 to about 1 723.690 kPa 
(about 200 to about 250 psi). More particularly, the KRATON G block copolymer may have a melt flow of about 1 5 grams 
per ten minutes when measured at 190°C and under a 2160 gram load; an elongation of about 750%; a modulus of 
elongation at 100% of about 1206.6 kPa (about 175 psi); and a modulus of elongation at 300% of about 1551.3 kPa 
(about 225 psi). Such materials are described, for example, in previously referenced U.S. Patent No. 4,789.699. filed 

35 October 1 5. 1 986 of J. S. Keiffer and T. J. Wisneski for "Ambient Temperature Bondable Elastomeric Nonwoven Web." 
Additionally, the elastic sheet 132 may be a composite material in that it may be made of two or more individual 
coherent webs or it may be made of one or more webs individually containing a mixture of elastic and nonelastic f bers. 
An example of the latter type of elastic web is described in previously referenced U.S. Patent No. 4,209.563. Another 
example of such a composite web would be one made by a technique such as disclosed in previously referenced U.S. 

40 Patent No. 4.100,324. 

A stream of elastomeric mettblown fibers 120 is directed from the meltblowing process equipment 122 on to the 
necked material 102 at a high velocity while the fbers are in a softened state so that bonding and/or entangling occurs 
between the deposited elastomeric sheet 132 of meitblown fibers 120 and the necked material 102. 

Generally, the mettblown fibers 120 bond adequately to the necked material when the fibers have an initial high 

45 velocity, for example, from about 91 .44m/s (about 300 feet per second) to about 304.8 m/s (about 1 000 feet per second) 
Additionally, the vertical distance from forming nozzle 124 of the mellbtowing process equipment 122 to the necked 
materiai 102 may range from about 10.16 to about 45.72cm (about 4 to about 18 inches). For example, the vertical 
distance may be set at about 30.48cm (about 12 inches). The elastic sheet 132 may also be formed by other known 
extrusion processes such as, for example, known film extrusion processes. 

so A second neckable material 1 42 is unwound from a supply roll 144. The neckable material 142 then travels in the 
direction indicated by the arrow associated therewith as the supply roll 1 44 rotates in the direction of the arrow associated 
therewith. The neckable material 142 then passes through a nip 146 of an S-roll arrangement 1 48 formed by the stack 
rollers 150 and 152. Alternatively, the neckable material 142 may be formed by known nonwoven extrusion processes, 
such as. for example, known spunbonding or known meltblowing processes, and then passed directly through the nip 

55 1 46 of the S-roll arrangement 1 48 without first being stored on a supply roll. The neckable material 1 42 passes through 
the nip 1 46 of the S-roll arrangement 1 48 in a reverse S-wrap path as indicated by the rotation direction arrows associated 
with the stack rollers 150 and 152. Because the peripheral linear speed of the rollers of the S-roll arrangement 148 is 
controlled to be less than the peripheral linear speed of the rotters of the bonder roller arrangement 162. the neckable 
material 142 is tensioned so that it necks a desired amount and is maintained in such tensioned. necked condition as 
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» £,Sr!2r Sh6et132andthe nected material 102 ^ three 'a^rs are passed through the nip 160 of 

a., ™°^ w '° l,er a™9ern nt162mayb a patterned calender roller 164 arranged with a smooth anvil roller 166 
r°° th Cal6r t er r °" er may be used - 0ne °r both of the calender roller 164 and the anvil roller 166 may 
»lni^L P IT Ure betWeen JH eSe *° rollers ™* be ^ well-known means to provide the desired 

temperature and bond.ng pressure. Other methods may be used to join the layers such as. for example, adhesives 

^^i'? 9 ' beamSl 3nd/0r hi9h ener9y elec,ron beams - ^ 0°^ area on the composite elastic 

necked ^bonded laminate 170 may approach about 100 percent and still provide a material with good stretch properties 
Alternatively, a bond pattern may be used such as, for example, the sinusoidal dot pattern shown in Fig 5 

The elastic sheet 1 32 may also be a pressure sensitive elastomer adhesive sheet such as. for example, a pressure 
sensitive elastomer adhesive web of mettblown fibers. In such case, joining the necked material layers 102 and 142 to 
the pressure sensitive elastomer adhesive sheet 132 may be accomplished by pressure bonding techniques such as 
tor example, pressure bonder rollers or tensioned wind-up methods. 

^Conventional drive means and other conventional devices which may be utilized in conjunction with the apparatus 
of Fig. 4 are well known and. for purposes of darity. have not been illustrated in the schematic view of Fig 4 

Referring now to Fig. 6 of the drawings there is illustrated at 200 a method for forming a composite elastic necked- 
bonded material utilizing a film-extrusion process. 

According to the invention, a continuously-advancing tensioned. necked material 212 is provided so that it passes 
under a film extrusion apparatus. The tensioned. necked material 212 may be pre-necked and maintained in its necked 
configuration (e.g.. by tension or by a treatment such as heat while the material is necked) for provision into the process 
For example, the tensioned. necked material may be a reversibly necked material. Alternatively, the tensioned necked 
material 212 may be a neckable material that is unwound from a supply roll 214 as it travels in the direction irxiicated 
by the arrow associated therewith as the supply roll 214 rotates in the direction of the arrows associated therewith The 
neckable matenal may be formed by known nonwoven extrusion processes, such as. for example, known mellowing 
processes or known spunbonding processes, and passed directly through the nip 216 without first being stored on a 
supply roll. " 

The neckable material passes through the nip 216 of the S-roB arrangement 218 in a reverse-S path as indicated 
by the rotation direction arrows associated with the stack rollers 220 and 222. Rom the S-rdl arrangement 218 the 
neckable material passes through the nip 224 formed by a pressure roller arrangement 226. The pressure roll arrange- 
ment 226 contains a first pressure roll 228 and a second pressure roll 230. 

Because the peripheral linear speed of the rollers of the S-roll arrangement 218 is controlled to be less than the 
penpheral linear speed of the rollers of the pressure roller arrangement 226. the neckable material is tensioned between 
the Scroll arrangement 218 and the pressure no of the bonder roll arrangement 226. By adjusting the difference in the 
speeds of the rollers, the neckable materia) is tensioned so that it necks a desired amount and is maintained in such 
tensioned. necked condition as a tensioned. necked material 212. 

A substantially molten elastomer is extruded through a die tip 232 to form an extruded elastomeric film 234 This 
extruded elastomeric film 234 is deposited onto the tensioned, necked material 212 within from about 0 1 to about 1 
second of exiting the die tip 232 to form a multilayer material 236. The extruded elastomeric film 234 may be deposited 
onto the tensioned. necked material within from about 0.25 to about 0.5 seconds of exiting the die tip Desirably the 
extruded elastomeric film 234 is deposited onto the tensioned. necked material within from about 0 3 to about 0 45 
seconds of exiting the die tip. -iuuiu.-w 

According to the invention, the extruded elastomeric film 234 may be formed from any suitable elastomeric film 
forming resins or blends containing the same. In one aspect of the invention, the extruded elastomeric film 234 may be 
a pressure sensitive elastomer adhesive film. Such a pressure sensitive elastomer adhesive film may be formed from a 
Wend of an elastomeric polymer and a tacWfying resin and/or other additives. For example, the pressure sensitive elas- 
tomer adhesive may be composed of one or more block copolymers having the general formula A-B-A' where A and A' 
are each a thermoplastic polymer endbiock which contains a styrenic moiety such as a poly (vinyl arene) and where B 
is an elastomeric polymer midblock such as a hydrogenated conjugated diene or a lower alkene polymer (e g (poly- 
sryrene^ly(etriylenet)utylene)/polystyrene) block copolymers available from the Shell Chemical Company under the 
trademark KRATON G such as, for example. KRATON G-1657). Such block copolymers may be blended with tackifying 
resins such as, for example. REGALREZ hydrocarbon resins available from Hercules Incorporated. For example a 
particularly useful composition included, by weight, about 61 to about 65 percent KRATON G-1657. about 17 to about 
23 percent Polyethylene NA-601. and about 15 to about 20 percent REGALREZ 1126. 

Generally speaking, the film of elastomer may be extruded at a temperature suitable for conventional film extrusion 
processes for the particular elastomeric material. For example, a composition containing, by weight, about 61 to about 
65 percent KRATON® G-1657. about 17 to about 23 percent Polyethylene NA-601, and about 15 to about 20 percent 
REGALREZ 1 126 may be extruded into an elastomeric film (e.g., pressure sensitive elastomer adhesive film) at a tem- 
perature of from about 182.2'C to about 282.2«C (about 360' to about 540-F). As a further example, an elastomeric 
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film (e.g., pressure sensitive elastomer adhesive film) may be extruded at a temperature of from about 1 98.9°C to about 
215.6°C (about 390° to about 420°F). Desirably, an elastomeric film (i.e.. pressure sensitive elastomer adhesive film) 
may be extruded at a temperature of about 204°C (400°F). 

Immediately after the extruded elastomeric film 234 is deposited onto the tensioned, necked material 212 to form 

5 a multilayer material 236, pressure is applied to bond the tensioned, necked material 212 to the extruded elastomeric 
film 234 thereby forming a composite elastic necked-bonded material 238 which is wound up on a wind-up roll 240. In 
one embodiment of the invention, the multilayer material 236 is introduced into the nip 224 of a pressure roll arrangement 
226. Generally speaking, a nip is an area located between two rolls in dose proximity. A gap or a controlled gap refers 
to a nip with a measurable space between the rollers. For purposes of the present invention, a pressurized gap refers 

w to a nip set up such that the rolls are essentially in contact in the absence of material (passing between the rolls). 

The pressure roll arrangement 226 may include at least a first pressure roll 228 and a second pressure roll 230 
which can be set to define a controlled gap between the rolls. Alternatively, the pressure rolls may be set to define a 
pressurized nip such that the rolls are essentially in contact when no multilayer material 236 is between the rolls (i.e., 
in the absence of material). Desirably, one or both of the pressure rolls may be chilled. For example, one or both of the 

is pressure rolls may be chilled to temperatures of 12.8°C to 10.0°C (55° to 50°F) or less. Chilling the pressure rolls is 
believed to help cool the extruded polymer film so it more rapidly "sets" in bonding contact with the tensioned, necked 
material. 

Generally speaking, the gap setting between the first and second rolls of the pressure roll arrangement is large 
enough so that the force required to extend the resulting composite elastic material on the first pull is at least about 25 

20 percent less than the force required to extend an identical composite elastic material prepared in an identical pressure 
roll arrangement with a pressurized nip such that the rolls are essentially in contact in the absence of material. For 
example, the method of the present invention may be practiced with the gap setting between the pressure rollers at 
about 0.381mm (about 15 mils) to about 3.175mm (about 125 mils). As a further example, the method of the present 
invention may be practiced with the gap setting between the pressure rollers at about 0762mm (about 30mils) to about 

25 2.54mm (about 100 mils). Desirably, the method of the present invention is practiced with the gap setting between the 
pressure rollers at about 1.016mm (about 40 mils) to about 1.651mm (about 65 mils) 

Referring now to Fig. 7 of the drawings there is illustrated at 300 a process for forming a composite elastic necked- 
bonded material utilizing a film- extrusion step. 

According to the invention, a continuously advancing tensioned, necked material 312 is provided so that is passes 

30 under an film extrusion apparatus. The tensioned, necked material 312 may be pre-necked and maintained in its necked 
configuration (e.g., by tension or by a treatment such as heat) for provision into the process. Alternatively, the tensioned, 
necked material 312 may be a neckable materia] that is unwound from a supply roll 314 and travels in the direction 
indicated by the arrow associated therewith as the supply roll 314 rotates in the direction of the arrows associated 
therewith. The neckable material may be formed by known nonwoven extrusion processes, such as, for example, known 

35 meitblowing processes or known spunbonding processes, and passed directly through the nip 316 without first being 
stored on a supply roll. 

The neckable material passes through the nip 316 of the S-roll arrangement 318 in a reverse-S path as indicated 
by the rotation direction arrows associated with the stack rollers 320 and 322. From the S-roll arrangement 318. the 
neckable material passes across the first roll surface 324 of a drive roll arrangement 326. The drive roll arrangement 

40 326 contains a first drive roll 328 and an idler roll 330. 

Because the peripheral linear speed of the rollers of the S-roll arrangement 318 is controlled to be less than the 
peripheral linear speed of the rollers of the drive roll arrangement 326, the neckable material is tensioned between the 
S-roll arrangement 318 and the first surface 324 of the drive roll arrangement 326. By adjusting the difference in the 
speeds of the rollers, the neckable material is tensioned so that it necks a desired amount and is maintained in such 

45 tensioned, necked condition. 

A substantially molten elastomer is extruded through a die tip 332 to form an extruded elastomeric film 334. This 
extruded elastomeric film 334 is deposited onto the tensioned, necked material 312 within from about 0.1 to about 1 
second of exiting the die tip 332 to form a multilayer material 336. The extruded elastomeric film 334 may be deposited 
onto the tensioned, necked material within from about 0.25 to about 0.5 seconds of exiting the die tip. Desirably, the 

so extruded elastomeric film 334 is deposited onto the tensioned. necked material within from about 0.3 to about 0.45 
seconds of exiting the die tip. 

According to the invention, the extruded elastomeric film 334 may be formed from any suitable elastomeric film 
forming resins or blends containing the same. In this embodiment of the invention, it is desirable that the extruded 
elastomeric film 334 be a pressure sensitive elastomer adhesive film. Such a pressure sensitive elastomer adhesive 

55 film may be formed from a Wend of an elastomeric polymer and a tackifying resin and/or other additives. For example, 
the pressure sensitive elastomer adhesive may be composed of one or more elastomeric block copolymers. Useful 
elastomeric block copolymer include (polystyrene/poly(ethylene-butylene)/|polystyrene) block copolymers available from 
the Shell Chemical Company under the trademark KRATON G such as. for example, K RATON G-1657. Such block 
copolymers may be blended with tackifying resins such as, tor example, REGALREZ hydrocarbon resins available from 
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l " corporated - For ■ a Particularly useful composition included, by weight, about 61 to about 65 percent 

KRATON G-1657, about 17 to about 23 percent Polyethylene NA-601. and about 15 to about 20 percent REGALREZ 

Generally speaking, the film of elastomer may b extruded at a temperature suitable for conventional film extrusion 
processes for the particular elastomeric material. For example, a composition containing, by weight, about 61 to about 
65 percent KRATON® G-1657, about 17 to about 23 percent Polyethylene NA-601, and about 15 to about 20 percent 
REGALREZ 1 126 may be extruded into an elastomeric film (e.g., pressure sensitive elastomer adhesive film) at a tern- 
perature of from about 182.2'C to about 282.2'C (about 360' to about 540°F). As a further example, an elastomeric 
film (e.g. , pressure sensitive elastomer adhesive film) may be extruded at a temperature of from about 1 98 9*C to about 
215.6*C (about 390° to about 420°F). Desirably, an elastomeric film (i.e., pressure sensitive elastomer adhesive film) 
may be extruded at a temperature of about 204.4°C (400°F). 

Immediately thereafter, the multilayer material 336 is introduced onto the first surface 324 of the drive roll arrange- 
ment 326. The tension of the tensioned, necked material 312 produced by the difference in the speeds of the rollers 
generates pressure as the elastomeric film 334 is temporarily configured between the layer of tensioned. necked material 
31 2 and the first surface of 324 of the drive roll arrangement 326. This pressure bonds the tensioned. necked material 
312 to the elastomeric film 334 thereby forming a composite elastic necked-bonded material 338 which is wound up on 
a wind-up roll 340. Since the level of tension needed to generate pressure to bond the components together is generally 
higher than the tension retired to move the material through the process, additional drive roll arrangements may be 
used. Desirably, the drive roll is chilled. For example, the drive roll may be chilled to temperatures of 12 8°C-10°C (55°F- 
50°F) or less. 

Referring now to Fig. 8 of the drawings there is schematically illustrated at 400 a process for forming a composite 
elastic necked-bonded material utilizing a film-extrusion step. 

According to the invention, a first and second continuously advancing sheet of tensioned, necked material 41 2 and 
4 1 4 respectively are provided to pass under a film extrusion apparatus. Each sheet is composed of at least one tensioned 
necked material (i.e., multiple layers of tensioned, necked materials may be used). The tensioned, necked material 412 
and 414 may be pre-necked and maintained in its necked configuration (e.g.. by tension or by a treatment such as heat) 
for provision into the process. Alternatively, each tensioned, necked material 412 and 414 may be neckable materials 
that are unwound from supply rolls 4 1 6 and 4 1 8 respectively. The neckable materials may be formed by known nonwoven 
extrusion processes, such as, for example, known mettbtowing processes or known spunbonding processes, and passed 
directly to the contact zone without first being stored on a supply roll. 

Each neckable material passes through the nip of an S-roll arrangement. 422 and 424 respectively in a reverse-S 
path as indicated by the rotation direction arrows associated with the stack rollers. From the S-roll arrangements 422 
and 424, the neckable materials pass through the pressure nip 426 formed by a pressure roller arrangement 428. The 
pressure roll arrangement contains a first pressure roll 430 and a second pressure roll 432. 

Because the peripheral linear speeds of the rollers of the S-roll arrangements 422 and 424 are controlled to be less 
than the peripheral linear speed of the rollers of the pressure roller arrangement 428. the neckable materials are ten- 
sioned between the S-roll arrangements and the pressure nip of the pressure roll arrangements. By adjusting the dif- 
ference in the speeds of the rollers, the neckable materials are tensioned so that they neck a desired amount and are 
maintained in such tensioned, necked condition as tensioned, necked materials 412 and 414. 

The tensioned, necked materials 412 and 414 are configured to advance in an intersecting relationship to form a 
contact zone located beneath a film extrusion apparatus. 

A substantially molten elastomer is extruded through a die tip 434 to form an extruded elastomeric fOm 436. This 
extruded elastomeric film 436 is deposited into the contact zone 420 so that the tensioned. necked materials 412 and 
414 immediately sandwich the film. The extruded elastomeric film 436 is deposited into the contact zone and between 
the tensioned. necked materials within from about 0.1 to about 1 second of exiting the die tip 434 to form a multilayer 
materia] 435. The extruded elastomeric film 436 may be deposited onto the tensioned, necked materials within from 
about 0.25 to about 0.5 seconds of exiting the die tip. Desirably, the extruded elastomeric film 436 is deposited onto the 
tensioned, necked materiais within from about 0.3 to about 0.45 seconds of exiting the die tip. 

According to the invention, the extruded elastomeric film 436 may be formed from any suitable elastomeric film 
forming resins or blends containing the same. In one aspect of the invention, the extruded elastomeric film 436 may be 
a pressure sensitive elastomer adhesive film. Such a pressure sensitive elastomer adhesive film may be formed from a 
blend of an elastomeric polymer and a tackifying resin and/or other additives. For example, a particularly useful com- 
position included, by weight, about 61 to about 65 percent KRATON G-1 657. about 1 7 to about 23 percent Polyethylene 
NA-601 , and about 1 5 to about 20 percent REGALREZ 1 1 26. 

Generally speaking, the film of elastomer may be extruded at a temperature suitable for conventional film extrusion 
processes for the particular elastomeric material. For example, a composition containing, by weight, about 61 to about 
65 percent KRATON® G-1657. about 17 to about 23 percent Polyethylene NA-601, and about 15 to about 20 percent 
REGALREZ 1 126 may be extruded into an elastomeric film (e.g., pressure sensitive elastomer adhesive film) at a tem- 
perature of from about 182.2'C to about 282.2°C (about 360* to about 540°F). As a further exampl , an elastomeric 
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film (e.g., pressure sensitive elastomer adhesive film) may be extruded at a temperature of from about 1 98.9°C to about 
248.9°C (about 400° to about 420°F)- Desirably, an elastomeric film (i.e., pressure sensitive elastomer adhesive film) 
may be extruded at temperatures from about 204. 4°C to about 21 5.6°C (about 400° to about 420°F) 

Immediately after the extruded elastomeric film 436 is deposited into the contact zone and between the tensioned, 

5 necked materials to form a multilayer material 435, pressure is applied to bond the tensioned, necked materials 4 1 2 and 
414 to the extruded elastomeric film 436 thereby forming a composite elastic necked -bonded material 440 which is 
wound-up on a wind-up roll 442. In one embodiment of the invention, the multilayer material 435 is introduced into the 
nip 426 of a pressure roll arrangement 428. The pressure roll arrangement 428 may include at least a first pressure roll 
430 and a second pressure roll 432 which can be set to define a controlled gap between the rolls. 

10 Alternatively, the pressure rolls may be set to define a pressurized nip such that the rolls are essentially in contact 
when no multilayer material 435 is between the rolls (i.e., in the absence of material). Desirably, one or both of the 
pressure rolls may be chilled. For example, one or both of the pressure roils may be chilled to temperatures of 12.8°C 
to 10.0°C (55° to 50°F) or less. Chilling the pressure rolls is believed to help cool the extruded polymer film so rt more 
rapidly "sets" in bonding contact with the tensioned, necked material. 

is Generally speaking, the gap setting between the first and second rolls of the pressure roll arrangement is fixed so 
that the force required to extend the composite elastic material on the first pull is at least about 25 percent less than the 
force required to extend an identical composite elastic material prepared in an identical pressure roll arrangement with 
a pressurized nip such that the rolls are essentially in contact in the absence of material. For example, the method of 
the present invention may be practiced with the gap setting between the pressure rollers at about 0.381 mm (15 mils) 

20 to about 3. 1 75mm (125 mils). As a further example, the method of the present invention may be practiced with the gap 
setting between the pressure rollers at about 0.762mm (30 mils) to about 2.540mm (100 mils). Desirably, the method 
of the present invention is practiced with the gap setting between the pressure rollers at about 40 mils to about 65 mils. 

EXAMPLES 1-7 

25 

The composite elastic necked-bonded materials of examples 1 -7 were made by joining an elastic sheet to at least 
one necked material. Tables 1 ,3,5,7,8.10,12 and 14 provide Grab Tensile Test data for control samples and composite 
elastic necked-bonded material samples. The Grab Tensile Tests were performed on a constant rate of extension tester, 
Instron Model 1 122 Universal Testing Instrument, using 10.16cm (4 inch) by 15.24cm (6 inch) samples. The following 
30 mechanical properties were determined for each sample: Peak Load, Peak Total Energy Absorbed and Percent Elon- 
gation. 

The samples were also cycled on the Instron Model 1 122 with Microcon II - 50 kg load cell and the results reported 
on Tables 2,4.6,9,1 1 and 1 3. The jaw faces of the tester were 2.54cm (1 inch) by 7.62cm (3 inches) so the samples were 
cut to 7.62cm (3 inch) by 1 7.78cm (7 inches) (1 7.78cm (7 inches) in the direction to be tested) and weighed individually 
35 in grams. A 10.16cm (4 inch) guage length was used. Chart and crosshead speeds were set for 50.80cm (20 inches) 
per minute and the unit was zeroed, balanced and calibrated according to the standard procedure. The maximum exten- 
sion limit for the cycle length was set at a distance determined by calculating 56 percent of the "elongation to break" 
from the Grab Tensile Test The samples were cycled to the specified cycle length four times and then were taken to 
break on the fifth cycle. The test equipment was set to report Peak Load in pounds force, Peak Elongation in percent 
40 and Peak Energy Absorbed in inch pounds force per square inch. The area used in the energy measurements (i.e., the 
surface area of materia! tested) is the gauge length (10.16cm (4 inches)) times the sample width (7.32 (3 inches)) which 
equals 77.4792cm 2 (12 inches 2 ) 

The results of the Grab Tensile tests and cycle tests have been normalized for measured basis weight. 

Peak Total Energy Absorbed (TEA) as used herein is defined as the total energy under a stress versus strain (load 
45 versus elongation) curve up to the point of "peak" or maximum load. TEA is expressed in units of work/flength) 2 or 
NTm/m 2 (pounds fbrce'inch) / (inches) 2 . These values have been normaliyed by dividing bq the basis weight of the 
sample in g/m 2 (ounces per square yard (osy)) which produces units of ((N*m) / m 2 ) / (g/m 2 ) (((IbSf Inch) / inch 2 ) / osy). 

Peak Load as used herein is defined as the maximum load or force encountered in elongating the sample to break. 
Peak Load is expressed in units of force N (IbSO which have been normalized for the basis weight of the material resulting 
so in a number expressed in units of N/fg/m 2 ) (lbSf/(osy)). 

Elongation as used herein is defined as relative increase in length of a specimen during the tensile test. Elongation 
is expressed as a percentage, i.e., [(increase in length)/(original length)] X 100 . 

Permanent Set after a stretching cycle as used herein is defined as a ratio of the increase in length of the sample 
after a cycle divided by the maximum stretch during cycling. Permanent Set is expressed as a percentage, i.e., 
55 [(final sample length - initial sample length)/(maximum stretch during cycling - initial sample length)] X 1 00 . Perma- 
nent Set is related to recovery by the expression [permanent set * 100 - recovery ] when recovery is expressed as a 
percentage. In the Tables, the value reported in the permanent set row at the column titled - "To Break" is the value for 
Peak Elongation unless otherwise noted. (In the tables, the measured values in US units are written in parentheses. 
These have been converted into SI units.) 
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Neckable SpunfrQng , eq' Material 

A neckable web of spunbonded polypropylene having a basis weight of about 27.128 g/m 2 (about 0.8 ounces per 
squar yard (osy)) was tested on an Instron Model 1 1 22 Universal Testing Instrument. The results are reported in Tables 

s 1 and 2 under the heading "Control 1*. The machine direction total energy absorbed is given in the column of Table 1 
entitled "MD TEA". The machine direction peak load is given in the column entitled "MD Peak Load". The machine 
direction elongation to break is given in the column entitled "MD Elong". The cross-machine direction total energy 
absorbed is given in the column entitled "CD TEA". The cross-machine direction peak load is given in the column entitled 
"CD Peak Load". The cross-machine direction elongation to break is given in the column entitled "CD Elong". 

w The Peak TEA, Peak Load, and Permanent Set is given for each stretch cycle in Table 2. At the end of the series 
of cycles, the sample was elongated to break and the results reported under the heading To Break". 

Elastic Sheet 

is A Wend of about 63% by weight KRATON G-1657, 20% polyethylene NA-601 and 17% REGALREZ 1 126 having a 
melt flow of about 15 grams per ten of about 750%; a modulus of elongation at 100% of about 1206.583 kPa (about 1 75 
psi); and a modulus of elongation at 300% of about 1551.327 kPa (about 225 psi) was formed into an elastic sheet of 
meltblown fibers utilizing recessed die tip mettblowing process equipment having a 0.229 cm (0.090 inch) recess and a 
0. 1 70 1 8cm (0.067 inch) air gap.The equipment was operated under the following conditions: die zone temperature about 

20 282.2°C (about 540°F), die polymer melt temperature about 279.4°C (about 535°F), barrel pressure 3999 kPa (580 psig) 
die pressure I3I0 kPa (I90 psig), polymer throughtput 0.90 kg (2 lb.) per hour, forming drum vacuum about 5.08 cm (about 
2 in) of water, horizontal forming distance about 30.4 cm (about 12 in.), vertical forming distance about 30.4 cm (aabout 
12 in.) and winder speed about 5.8 m/min. (19 ft/min). An elastic web of meltblown fibers was formed having a basis 
weight of about 105 grams per square meter. The sheet was tested on the Instron Model 1122 Universal - Testing 

25 Instrument and the results are given in Tables 1 and 2 under the heading "Elastomer." Data collected in the last cycle 
(i.e. 1o 176%") for the elastic sheet control material was read at the break elongation for the composite elastic necked- 
bonded material shown as 176% at Table 2 in the "To Break" column and the "perm set" row for "Composite 1". 

Composite Elastic Neck- Bonded Material 

30 

The neckable spunbond polypropylene material having a basis weight of 27. g/m2 (0.8 osy) and an initial width of 
about 45 cm (about 17.75 in.) was unwound on a 22 inch Face Coating Line rewinder" made by the Black Clawson Co. 
The wind-up speed was set at about I.2I9 to I.524 m/rrtm (about 4 to about 5 ft/min) and the unwind resistance force was 
set at 330.9 kPa (48 lb. per sq. in.) causing the material to neck or constrict to a width of about 2I.6 cm to about 22 cm 
35 (about 8.5 to about 8. 75 in.) as it was wound on a roll. 

At the wind-up roil, the elastic sheet of meltblown fibers described above having a basis weight of about 105 grams 
per square meter, was overlaid on the tensioned, necked material so that the two webs wound together on the wind up 
roll. The elastic sheet had a thin plastic film on one surface so it would stick to only one adjacent tensioned. necked layer 
of material. 

40 The tightly wound roll was unwound and bonded using an engraved calender roller having the pattern shown in Fig. 
5. The bond pattern of the engraved roller had approx. II.6 pins or bond points per sq. metger (apprcoc. 75 pins or bond 
points per sq.in.) Each pin had a diameter of about 0.2 cm (about 0.059 in) to procuce bond area of about 20.5 %. The 
bond rollers were maintained at room temperature about 24°C (about 75*F) bond pressure was set at about I37.9 kPa 
(about 20 lb. per sq. in.) and the fine was operated at a speed of from about 2.I to about 3.04 m (about 7 to 1 0 ft.) per min. 

45 The composite elastic neck-bonded material was tested on the Instron Model 1 122 Universal Testing Instrument 
and the results are given in Tables 1 and 2 under the heading "Composite 1". 

Comparative Example 1 

so Reversiblv Necked Spunbonded Material 

The neckable spunbonded polypropylene material described above having a basis weight of 27 g/m* (0.8 osy) and 
an initial width of about 45 cm (17.75 in.) was unwound on a "22 inch Face Coating Line rewinder" made by the Black 
Clason Co. The wind-up speed was set at about 12 to about 1.5 m (about 4 to about 5 ft) per minute and the unwind 
55 resistance force was set at 330.9 kPa (48 lb. per sq. in.) causing the material to neck or constrict to a width of about 21.6 
to 22.2 cm (about 8 1/2 to 8 3/4 in.) as it was rewoud on a roll. The roll of necked material was heated in a Fischer 
Econotemp™ Lab Oven Model 30F at 1 20 C C for 1 hour which was thought to be more than the amount of time required 
to heat the entire roll, i.e., the center of the roll, to the oven temperature for about 300 seconds. This heat treatment 
formed a reversibly necked material from the neckable material. The reversibly necked material was tested on the Instron 
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Model 1 122 Universal Testing Instrument and the results are reported in Tables 1 and 2 under the heading "Heat Set." 
Necking and heat treating the neckable spunbonded material decreased most tensile properties but increased the cross- 
machine direction stretch. 

Properties of the reversibly necked material are shown in Tables 1 and 2 under the heading of "Heat Set". It can 
been seen by comparing the "Composite 1 " with the "Elastomer 1 " from the Tables that the necked layer of the composite 
elastic material appears to act as a positive stop, that is. a peak load of 0.2 (1.69) for "composite r compred to 0.06 (0.43) 
for "Elastomer V at the break elongation of "Composite 1" (176%). The elastic layer lowers the normalized grab tensile 
strength data of the composite elastic necked-bonded material because the elastic layer adds weight but little strength, 
especially in the machine direction since the necked material has a low elongation to break in that direction. Permanent 
set is significantly lower in the composite elastic necked-bonded material than in the reversibly necked material. 

Example 2 

Neckable Spunbonded Material 

A neckable spunbonded polypropylene material having a basis weight of about 13.56 g/m* (about 0.4 osy) was 
tested on an Instron Model 1 122 Universal testing Instrument. The results are reported in Table 3 under the heading 
"Control 2". 

Elastic Sheet 

An elastic sheet of meltblown f bers as described in Example 1 and having a basis weight of about 70 grams per 
square meter was tested on an Instron Model 11 22 Universal Testing Instrument This elastic sheet had a plastic film 
on one surface to prevent the rolled-up material from sticking together. The results are reported in Tables 3 and 4 under 
the heading "Elastomer 2". 

Composite Elastic Necked -Bonded Laminate 

The neckable spunbonded polypropylene material and the elastic sheet of meltblown fibers were joined on a heated 
bonder roller arrangement 

The bonder speed was set at 6.4 m/min (21 ft/min) nip pressure was 621 .2 rvcm (355 pounds per lin in.) and the 
calender roller and anvil roller temperatures were set at 52.7 °C (127 0 F. The elastic sheet was unwound from a supply 
roll at a rate of 6.4 m/min (21 ft /min) so there would be no tensioning of the elastic sheet The neckable spunbonded 
polypropylene material was unwound.f rom a supply roll at a rate of about 1 7 feet per minute or about 20 percent slower 
than the bonder The difference in speed created a tension which caused the neckable material to neck before it was 
joined to the elastic sheet. 

The composite elastic necked-bonded material produced in this manner was tested on the Instron Model 1122 
Universal Testing Instrument and the results are given in Tables 3 and 4 under the heading "Composite 2". Compared 
to the Control material, the composite elastic necked-bonded material has lower tensile properties with equivalent 
machine direction stretch and significantly greater cross-machine direction stretch. Compared to the elastic sheet, the 
laminate has lower values for Peak Total Energy Absorbed (PTEA) but higher Peak Loads when going to break. 

In cross-machine direction cycling (Table 4), the laminate has slightly lower PTEA, slightly greater Peak Load and 
equivalent values for permanent set When taken to the break elongation for the laminate, the laminate has higher PTEA 
and Peak Load values than the elastomeric material. 

Example 3 

A composite elastic necked-bonded material was prepared by joining a layer of the neckable spunbonded polypro- 
pylene material of Example 2 to each side of the elastic meltblown sheet of Example 2. 

The neckable spunbonded polypropylene material and the elastic meltblown sheet were joined utilizing a heated 
bonder roller arrangement The bonder speed was set at 6.4 m/min (21 ft/min) nip pressure was 621 N/cm (355 IbTlin.in.) 
and the calender roller and anvil roller temperatures were set at 53 °C (127°F). The elastic sheet unwind was set at 6.4 
m/min (21 ft/min) so there would be no tensioning of the elastic web. The neckable spunbonded polypropylene material 
unwinds were manually braked and were unwound at about 5.4 m/min (about 1 8 ft/min). 

The composite elastic necked-bonded material produced in this manner was tested on the Instron Model 1122 
Universal Testing Instrument. Results for the Grab Tensile Test for the Control materials and the composite elastic mate- 
rial are given in Table 5 under the respective headings "Control 3" and "Composite 3A". Compared to the neckable 
spunbonded control material, all Grab Tensile Test results were lower for the composite elastic material except for the 
machine direction elongation which remained unchanged and the cross-machine direction elongation which is signifi- 
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SSt^p S6d ' ( Z?V* ,0 me e,aSti ° Sheet the COmposi,e e,astic "ecked-bonded material has lower values for 
Comparati ve Examola 3 

F«l < i»? X>Site ^ ma,8 J ial WaS Pfepared in Wtlich a 0< *• neckab| e spunbonded polypropylene material of 
nS£ ' "* SK,S " ** meHb,0W1 Sheet * &a ^ e 2 «•* «■* then^cSe mS was 
, ™ 8 " ecteble spunbon l ed ^^^^0 material and the meltblown elastic sheet were joined utilizing a heated 

!S£^?E2\2i « k° temperatures were «* at 53°C (127'F). The elastic sheet unwind was set at 6.4 
m/m.n (21 Mm) so there would be no tensioning of the elastic web, The neckaWe spunbonded polypropylene materials 
w^uM at about 6.4 m/min (21 ft/mm, . No force was applied to brake ar^of the «JE?3££^ 
neckable spunbonded materials were not necked and the elastic sheet was not stretched 

Consequently, the neckable spunbonded materials were not necked and the elastic sheet was not stretched 

Ir^rl^^ll 3 ! 0 ma,erial i0 ** TOnner was tested °" lnst ™ M <*el 1122 Universal Testing 
2^?J?* T" Tabl6 7 Undef,he headin9 " Com P°s*e 3B-. When compared to Conposite 3A 

£ Same ™ ,eria,S a ' Same process conditions «cept that the s^nborxiedsheets werenSedin 

£2ST ^ * an9ed ^ ,he cross - machi "« direction elongation was signSy 

Example 4 

ma »Sl!!^^^ nde i P0,ypf ? ,ylene ma,9fial WaS necked in *»° sta9«s and then joined to each side of an elastic 
meltblown sheet ut.liz.ng a thermal bonder to produce a composite elastic necked-bonded material 

o.,,^?" 8 °l 3 , if"" 00 "* 60 " Propylene material having a basis weight of about 13.5 g/m* (about 0 4 

osy) and an ■n.t.al wK*h of about 81.2 cm (about 32 in) were wound on a Camachine 10 rewinder made by Cameron 
^<*™CaofBrooWard.^^^ 

JTS,?,?T d * 8 0< 10 6 m " rtn (35 n /min) » 8 «° * a width of ataT« J 

cm (aoout 10 in.). 

The two rolls of neckable spunbonded polypropylene having a necked width of about 45.7 cm (about 18 in ) were 
rT^T^^ T 2^ H ^ mada * thB aack-Clawson Compnay. Fulton, New York The LZ 
IS « . 3 ^ 1 " ^ (about 5 ft/min) and 1,16 ^ °P^ted at a speed of from about 1 .5 to 

fZ * t ^ J t0 ^ 8 ft/m,n ,0 furtner neck 019 sp""bonded material to a final width of about 34 2 to 35 5 cm 

T£^£Z°£ U '"i ^ ^ r °'l 0 ' neCkSd spunbond9d ***** were r*t on the top and bottom positions of 
a three position roll unwind apparatus. The roll of elastic meltblown sheet from Example 2 was placed on the middle 

position. 

The necked spunbonded material and the elastic meltblown sheet were joined utilizing a heated bonder roller 
I , 9r ,f 6ed W3S S8t at 54 m/min (18 ffmin) nip pressure was 621 N/cm (355 foVlin in.) and the 
ca tender roller and anvil roller temperatures were set at 52.7-C (127'F) The elastic sheet unwind was set at 6 4 m/min 

Sl^sL 5 ^ , e r^o !,"° l 6 "^" 9 °' the elaslic web 17,6 necked spunbonded material unwinds were set at 
about 5.8 mtam (about 19 ft/mm) so that enough tension was created to keep the necked spunbonded material in the 
necKeo condition. 

The composite elastic necked-bonded material produced in this manner was tested on the Instron Model 1122 
Universal Testing Instrument and the results are given in Tables 8 and 9 under the heading "Composite 4" Compared 
to the elastic sheet, the composite elastic material has lower values for machine direction stretch and Peak Total Energy 
Absorbed and considerably higher peak load values (Table 8). Cycling values (Table 9) showed little change except at 
the breaking pant of the composite elastic material where the peak load was about 5 times that of the pure elastomer. 

Example 5 

Composite Elastic Neck-Bonded Material Havino a Meltblown Flastir I a v er Formpri nirpcHy on a NarlmH 

A neckable spunbonded polypropylene material having a basis weight of about 27g/m2 (about 0.4 osy) was unwound 
from a braked unwind roll at a speed of approximately 4.8 m/min (approx. 16 ft/min) and fed on to the forming drum of 
a meltblowing apparatus operating at a rate of 6.0 m/min (20 ft/min). The difference in speed caused the material to 
constrict to about 35 percent of its original width. 



16 



EP 0 707 106 A1 



A pressure sensitive elastomer adhesive web of mettblown fibers having a basis weight of about 40 grams per 
square meter was formed directly on the tensioned, necked material. The mehblown fibers were formed from a blend of 
about 63% by weight KRATON G-1657, 20% polyethylene NA-601 and 17% REGALREZ 1126 having a melt flow of 
about 15 grams per ten minutes when measured at 190°C and under a 2160 gram load; an elongation of about 750%; 
a modulus of elongation at 100% of about 1206.6 kPa (about 1 75 psi); and a modulus of elongation at 300% of about 
1551.3 kPa (about 225 psi) utilizing meltblowing equipment having a 0.228 cm (0.090 in.) recess and a 0.1 70 cm (0.067 
in.) air gap die tip arrangement. The meltblowing process equipment operated under the following conditions: die zone 
temperature about 260°C (500°F); die polymer melt temperature about 256°C (about 493°F); barrel pressure 2206.3 
kPa (320 psig); die pressure 1041.1 kPa (151 psig); polymer throughput 0.4 kg/hr (0.9 Ib/hr); forming drum vacuum 
about 7.62 cm (3 inches) of water; horizontal forming distance about 30.48 cm (about 12 in.); vertical forming distance 
about 35.56 cm (14 in.) and winder speed about 6.10 m/min (20 ft/min). 

The composite elastic neck-bonded material formed in this manner was tested on an Instron Model 1 122 Universal 
Testing Instrument. The results are reported in Tables 10 and 1 1 under the heading "Meltbiown Laminate." 

Comparative Example 5 

A neckable spunbonded polypropylene material having a basis weight of about 13.56 g/im* (about 0.4 osy) was 
joined to an elastic web of meltbiown fibers having a basis weight of about 70 grams per square meter utilizing a heated 
bonder roller arrangement according to the procedure of Example 2. The bonder speed was set at 6.40 m/min (21 ft/min), 
nip pressure was 621.3 N/cm (355 pounds per linear inch), and the calender roller and anvil roller temperatures were 
set at 53°C (127°F). The elastic web unwind was set at 6.40 m/min (21 ft/min) so that there would be no tensioning of 
the elastic web. The spunbonded polypropylene web unwind was set at 6.40 m/min (21 ft/min) but force was applied to 
the unwind brake so the unwind operated at about 5.18 m/min (about 17 ft/min) or about 20 percent slower than the 
bonder. 

The composite elastic necked-bonded material produced in this manner was tested on the Instron Model 1122 
Universal Testing Instrument and the results are given in Tables 10 and 1 1 under the heading "Composite 5". 

Because the elastic component of the thermally bonded composite material had a basis weight that was approxi- 
mately 50 percent greater than the basis weight of the elastic component of the meltbiown composite material, the values 
for Peak Total Energy Absorbed in the Grab Tensile Tests, and the Peak Total Energy Absorbed and Peak Load for 
cycling are considerably higher than the meltbiown composite material. When taken "to Break", the peak loads are similar 
because of the contribution by the necked spunbonded material. 

Ex a m p le g 

A neckable spunbonded polypropylene material having a basis weight of about 13.5 g/m? (about .4 ozJ sq.yd) and 
an initial width of about 101 cm (about 40 in) was necked to a width of about 48 cm (19 in.) and run under a film extrusion 
apparatus at a rate of 40 m/min (1 30 ft/min). A film was formed from a Wend of about 63% by weight KRATON G-1657, 
20% polyethylene NA-601 and 17% REGALREZ 1126. Added to the blend was about 2 percent by weight Ampacet 
White concentrate Type 41171 Titanium Dioxide (TtOJ pigment available from the Ampacet Corporation, Mt. Vernon, 
New York. The blend had a melt flow of about 15 grams per ten minutes when measured at 190°C and under a 2160 
gram load; an elongation of about 750%, a modulus of elongation at 100% of about 1206 kPa (about 175 psi) and a 
modulus of elongation at 3O0\i of about 1 553 kPa (about 225 psi) and was extruded on the spunbonded polypropylene 
web at a rate of about 0.96 kg/cm/hr (about 5.4 lb. per in. per hr). The thickness of the extruded film was about 0.0254 
mm (about 1 mil). 

The composite elastic necked-bonded material produced in this manner was tested on the Instron Model 1122 
Universal Testing Instrument and the results are given in Tables 12 and 13 under the heading "Composite 6". The test 
results of the composite material formed by meltblowing an elastic web onto the tensioned, necked material (Example 
5) are also shown in the tables for comparison. The KRATON Gfilm appears to give much more strength to the composite 
elastic necked-bonded material than the elastic web of meltbiown fibers. It can be seen that the values for the cycling 
Peak Total Energy Absorbed and Peak Load are from 400 to 500 % greater for the material having the 0.0254 mm (1 
mil) extruded elastic film than for the material having a meltbiown web. The values measured "to Break" are about 50 
to 100 percent greater for the material having the 1 mil extruded film than for the material having a meltbiown web. 

Example 7 

Two neckable webs of spunbonded polypropylene having basis weights of about 13.56 g/m? (about 0 4 osy) were 
joined to each side of an elastic meltbiown web according to the procedure of Comparative Example 3. The neckable 
material remained un-necked and the resulting composite material was not a composite elastic necked-bonded material. 
The neckable spunbonded polypropylene material and the composite material were tested on the Instron Model 1 122 
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7 U r^S7 9 i n r!fli men, I a ^ e reSUHS 9iV6n in TaWe 14 Under ,he '•*«*• headi "9 s Contro. 7A, Control 
/B. Composite 7, and Normalized Composite 7. 

The test results normalized for the total basis weight show that the composite material formed in this manner is 
much weaker than .he neckable spunbonded materials, that is. Composite 7 versus Control 7A and 78 Hcwev& Hthe 
2S?™f e . n °, rma tted ,0 I?*"* 9,9 COn,ribution * elastic the test results to me 

v^SrSi^ Para ^ 1° ^ neCkaWe s P unbonded ** * Spunbond Normalized ComrxJite 7 

t^f 7 ! ! C f mposrte material ^ *he composite material has a maximum elongation that is much less 
than the elongation of the elastic material. 

Film Extrusion Example 

The composite elastic necked-bonded materials of examples 8-20 were made by extruding a film of elastomeric 
polymer onto at least one tensioned. necked material and immediately applying pressure to bond the film and the ten- 
sioned, necked matenal together. 

„, ^ sa ff les *f re on a Simech 2 computerized system for material testing available from Sintech, Inc of 
Stoughton. Massachusetts, and the results reported in Tables 15-17. The jaw faces of the tester were 2.54 cm (1 in.) by 
7.62 cm (3 injso «ie samples were cut to 7.62 cm (3 in.) widths. A 1 0. 1 6 cm (4 in.) gauge length was used. Crosshead 
speed was set for 500 millimeters per minute and the unit was zeroed, balanced and calibrated according to the standard 
Pr<X :^ e ^ 9 maximum extension limit for the cycle length was set at 100 percent elongation. The samples were 
cycled to 100 percent elongation two times and then were taken to 2000 grams load on the third cycle to measure 
elongaton at that particular load. The test equipment was sat to report Load in grams force and Elongation in percent 
sqJaremetw (gsm) t9SlS been p,0 P ortional| y adjusted *» a measured film basis weight of 50 grams per 

»~, a AdheSi ° n j! et ?! en ** '""I 9,6 ,ensioned - necked material's) was determined utilizing a conventional cohesion 
** er ^'PPf*^ a corrverrtonaJ force gage. Sample size was 5.08 cm (2 in.) by 10. cm (4 in) and samples were held 
m place with Scotch Brand Double coated Pressure Sensitive No, 406. 5. cm (2 in.) wide tape The middle one sq in 
^! Sa 7 teS1ed - Resulteo,co "asio" testing are reported in units of kilograms force perl sq.in. in parenthesis' 
and have been converted into units of kg. per cm squared. ^ 

Examples 8-12 

Two reversiMy necked spunbonded polypropylene webs were unwound from separate supply rolls. One web had a 
bass weight of about 43 grams per square meter. The other web had a basis weight of about 47 grams per square 
meter. The reversibty necked spunbonded polypropylene webs were pre-nected and heat treated so the webswould 
"la.nta.n their necked condition. Both webs were adapted to stretch about 150 percent in the cross-machine direction 
(i.e.. to about 250 percent of their unstretched necked width). 

The webs were continuously advanced in a configuration such that they would intersect and create a contact zone 
This contact zone was located just below a conventional film extrusion apparatus. The apparatus included a 8 8 cm (3 5 
m.) smgle screw extruder available from Hexco. Inc. of Addison. Illinois. The extruder was equipped with an Ultraflex H- 
40 extrusion die available form Extrusion Dies. Chippewa Falls, Wl. The die lip opening was set at 0.5 mm (20 mil) The 
distance between the die tip and the contact zone was set so that the extruded film contacted the tensioned. necked 
material in less than about 1 second at conventional extrusion rates. 

D ^f 1 """ 38 formed ,rom a blend of about 63% by weight KRATON G-1657. 20% polyethylene NA-601 and 17% 
REGALREZ 1 126. The extruder was operated so that the deposited film had a basis weight of about 50 grams per 
square meter. The two webs of tensioned. necked material sandwiched the extruded film forming a multilayer material 
The multilayer material immediately passed into the pressure nip formed by two pressure rolls. One pressure roll was 
rubber coated. The other roll was chined to a terrperature of about 20»C (50°F) Both of the rolls were smooth All of the 
Examples were prepared utilizing the smooth rolls. The basis weight of the elastic film in Example 8 was 47 gsm 

A single layer of 0.228 mm (9 mil) tape was wrapped on each edge of the rubber coated roll to create a small gap 
between the pressure rolls. Generally speaking, the gap was less than .228 mm (9 mils) due to compression of the tape 
and of the rubber roll. Example 9 was prepared according to the procedure described above and utilizing the single wrap 
of tape on the rubber pressure roll. The basis weight of the elastic film in Example 9 was 50 gsm. 

A second layer of 0.228 mm (9 mil) tape was wrapped on each edge of the rubber coated roll to create a larger gap 
Generally speaking, the gap was less than 0.5 mm (I8mil) i.e. 2 layers of 0.228 mm (9 mil) tape due to compression of 
the tape and of the rubber roll. Example 10 was prepared according to the procedure described above and utilizing the 
double wrap of tape on the rubber pressure roD. The basis weight of the elastic film in Example 10 was 47 gsm. 

A third layer of 0.228 mm (9 mil) tape was wrapped on each edge of the rubber coated roll to create a larger gap 
Generally speaking, the gap was less than 0.7 mm (27 mil) i.e. 3 layers of 0.228 mm (9 mil) tape due to compression 
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of the tape and of the rubber roll. Example 1 1 was prepared according to the procedure described above and utilizing 
the triple wrap of tape on the rubber pressure roll. The basis weight of the elastic film in Example 1 1 was 48 gsm. 

A fourth layer of nine (9) mil tape was wrapped on each edge of the rubber coated roll to create a larger gap. 
Generally speaking, the gap was less than 0.9mm (36 mil) i.e. 4 layers of 0.228 mm (9 mil) tape due to compression of 
the tape and of the rubber roll. Example 12 was prepared according to the procedure described above and utilizing the 
quadruple wrap of tape on the rubber roll. The basis weight of the elastic film in Example 12 was 48 gsm. 

The composite elastic necked -bonded materials produced for Examples 8- 1 4 were tested on the Sintech Instrument 
and the results are given in Table 15 at 30 percent elongation on the first cycle pull. 

Examples 13-14 

Composite elastic necked-bonded materials were prepared according to the procedure described for Examples 8- 
1 2 except that a controlled gap was created between the pressure rolls utilizing two set screws. The gap setting between 
the pressure roll was maintained by applying pressure to each of the two closing arms that move one of the pressure 
rolls towards the other. The gap setting was measured at each end of the pressure rolls utilizing feeler gages. 

The basis weight of the elastic film in Example 13 was 46 gsm. The basis weight of the elastic film in Example 1 4 
was 47 gsm. 

The composite elastic necked-bonded materials produced for Examples 13 and 14 were tested on the Sintech 
Instrument and the results are given in Table 16. 

Ex a m p l es 15-2Q 

Composite elastic necked-bonded materials were prepared according to the procedure described for Examples 13- 
14 except that the reversibty necked spunbonded polypropylene webs each had a basis weight of about 41 grams per 
square meter and were adapted to stretch about 1 10 percent in the cross-machine direction (i.e., to about 210 percent 
of their necked width). 

The basis weight of the elastic film in Example 15-20 were as follows: 



EXAMPLE 


BASIS WEIGHT (gsm) K RATON® FILM 


15 


47.5 


16 


51.3 


17 


51.3 


18 


44.6 


19 


51.3 


20 


51.3 



The composite elastic necked-bonded materials produced for Examples 15-20 were tested on the Sintech Instru- 
ment and the results are given in Table 17. 

As can be seen from Tables 15-17. Example 8 was prepared utilizing a pressure roll arrangement with a pressurized 
nip such that the rolls were essentially in contact in the absence of material. Load (measured in grams force) on the first 
pull to 30% stretch was significantly higher than the loads measured for material prepared when an appreciable controlled 
gap was maintained between the pressure rollers. Generally speaking, the response of the composite elastic necked- 
bonded material to an elongation force was changed by adjusting the gap setting between the pressure rollers. 

For example, FIG. 9 represents a stress-strain curve (hysteresis loop) measured for Example 8 which was prepared 
with a pressurized nip set so there was essentially no gap. FIG. 10 represents a stress-strain curve measured for Example 
1 4 which was prepared utilizing a 0.6 mm (25 mil) gap setting. A comparison of Fig.9 with Fig. 1 0 reveals lower levels of 
load (i.e. . stress) during elongation for the material preparing, utilizing a 0.635 mm (25 mil) gap setting. Fig. 1 1 represents 
a stress strain curve measured tor Example 15 which was prepared utilizing a 0.254 mm (10 mil) gap setting. Fig.12 
represents a stress-strain curve measured for Example 19 which was prepared utilizing a 0.889 mm (35 mil) gap setting. 
A comparison of FIG. 9 with FIGS. 1 1 and 12 reveals lower levels of load (i.e., stress) during elongation for the materials 
prepared utilizing gap settings of 

The change in response of the composite elastic necked-bonded material to an elongation force caused by adjust- 
ing the gap setting between the pressure rollers is further highlighted in Table 18. Data in Table 18 show a comparison 
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20 



25 



30 



TABLE 1 



GRAB TENSILES: 





Control 1 


Heat Set 


MD TEA 


5.42+57(1.054.11) 


1 294.10 (.254.02) 


MD Peak Load 


2.0734.164(15.841.25) 


1.574+394 (12±3) 


MD Etong 


46±2 


1641 


CD TEA 


4.60±1. 14 (.894.22) 


1.34431 (.264.06) 


CD Peak Load 


1.73425 (13.2+.1.9) 


.494.08 (3.74.6) 


CD Elong 


50±7 


143410 




Elastomer 1 


Composite 1 


MD TEA 


6.304.67 (1.22413) 


.674.15 (.134.03) 


MD Peak Load 


1784.012(1.364.09) 


.3674.031 (2.84.24) 


MD Elong 


581 ±40 


3043 


CD TEA 


4.3441 .03 (.8442) 


1.65421 (.32404) 


CD Peak Load 


.12+02 (.934.12) 


22403 (1.664.22) 


CD Elong 


574±95 


204411 
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TABLE 3 



GRAB TENSILES: 





Control 2 


Composite 2 


MD TEA 

MD Peak Load 

MD Elong 

CD TEA 

CD Peak Load 

CD Elong 


4.9611 .24 (.96*24) 
1.99*36 (15.212.75) 

42.5*6 
5.58*1 .96(1 .08*38) 
1.85*35(14.1*2.7) 

53±8 


1.81*26 (.35*05) 
.60*03 (4.57*2) 
5015 

2.79*77 (.54*15) 
.321 04 (2 45± ^\ 

217123 




Elastomer 2 




MD TEA 
MD Peak Load 
MD Elong 
CD TEA 
CD Peak Load 
CD Elong 


5.78*1.76(1.12*34) 
•2±.02 (1.54*17) 

427193 
4.29*15 (.83*03) 
.16*007 (1.22*05) 
407117 
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TABLE 5 



GRAB TENSILES: 




Control 5 


Composite 3A 


MD TEA 


4.96±1.24 (.9€tt24) 


1.764.31 (.34±06) 


MD Peak Load 


1.994.36 (15.2±2.75) 


.62+08 (4.7+6) 


MD Elong 


42.St6 


55±4 


CD TEA 


5.58±1 .96 (1.08*0.38) 


2.48t41 (.48108) 


CD Peak Load 


1.85±.35(14.1±2.7) 


-56+..05 (4.3±4) 


CD Elong 


53+8 


97±8 




Elastomer 2 




MD TEA 


5.78±1.76(1.12±.34) 




MD Peak Load 


.2±.02 (1.54+.17) 




MD Elong 


427±93 




CD TEA 


4.29+15 ( 83+03) 




CD Peak Load 


:16±.0O7 (1.22+05) 




CD Elong 


407±17 
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TABLE 7 



GRAB TENSILES: 




Composite 3B 


Composite 3A 


MD TEA 


2.22±_36 (.43±.07) 


1J6±.31 (.34±06) 


MD Peak Load 


.76±.07(5.at51) 


.62+08 (4.7+6) 


MD Elong 


52±6 


55±4 


CD TEA 


2.12fc46 (.41±.09) 


2.48±.41 (.48±.08) 


CD Peak Load 


69±.1 (5.25£75) 


.56ct05 (4.3±_4) 


CD Elong 


55±5 


97±8 



TABLE 8 



GRAB TENSILES: 




Elastomer 2 


Composite 4 


MD TEA 


5.78±1.76 (1.12+34) 


1.7+31 (.334.06) 


MD Peak Load 


-2±.02(1.54±17) 


•76±.06 (S.8+-49) 


MD Elong 


427±93 


48*4 


CD TEA 


4.29t15(.83±03) 


3.1±.46 (60±.09) 


CD Peak Load 


.16±.007(1.22t05) 


407±.066 (3.1±.5) 


CD Elong 


407±17 


22ft±12 
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TABLE 10 



GRAB TENSILES: 




Composite 5 


Meftblown Laminate 


MD TEA 


1.81*26 (.35*05) 


8at21 (.17*04) 


MD Peak Load 


.6+ 03 (4.57+21) 


56*05 (4 3*35) 


MD Eiong 


50±5 


24±3 


CD TEA 


2.79*77 (.54*15) 


1.96*15 (.38*03) 


CD Peak Load 


.32*04(2.45*31) 


31*03(2.4*2) 


CD Elong 


217±23 


210±10 
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TABLE 12 



GRAB TENSILES: 




Meftblown Laminate 


Composite 6 


MD TEA 


.88*21 (.17*04) 


1.45*26 (.26*08) 


MD Peak Load 


56*05(4.3*35) 


.75*05 (5.7*4) 


MD Elong 


24±3 


34*7 


CD TEA 


1.96*15 (.38*03) 


4.96*67 (.96* 13) 


CD Peak Load 


31*03 (2.4*2) 


51*04 (3.9*3) 


CD Bong 


210±10 


215±16 
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TABLE 14 



GRAB TENSILE 


S: 




Control 7A 


Control 7B 


MD TEA 
MD Peak Load 
MD Elong 
CD TEA 
CD Peak Load 
CD Etong 


4.54±1.34(.8at26) 
2.09±.52 (15.9+4) 

37±5 
4.65t1.86(.9Qt36) 
1.67*39 (12.7±3) 
51±8 


5.42t1.03(1.05t2) 
1.90±.26 (14.5+2) 
48+7 
6.46±2.07(1.25t4) 
2.03±.34 (15.5t2.6) 
5S+3 




Composite 7 


Spunbond Normalized Composite 7 


MD TEA 

MD Peak Load 

MD Elong 

CD TEA 

CD Peak Load 

CD Elong 


2.22t36 (.43±.07) 
76ct07(5.8fct51) 
52t6 
2.12±.46 (.41+09) 
69£10 (5.254.75) 
55±5 


6.87±1.14(1.33tt.22) 
2.36+.21 (iat1.58) 

6.56±1.45 (1.27+.28) 
2.14+30 (16.3±2.3) 




Elastomer 2 




MD TEA 

MD Peak Load 

MD Elong 

CD TEA 

CD Peak Load 

CD Elong 


5. 7841.76 (1.1 2±.34) 
.2+ 02 (1.54+17) 

427+93 
4.29±.15 (83±.03) 
.160+-007 (1.22±.05) 
407+17 





TABLE 15 



Example No. 


Elongation ® 2000 g Load(%) 


Load (g) 1st Pull to 
30% Elongation 


No. of Wraps of .2286 mm (9 mil) 
Tape on Edges of Rubber Roll 


8 


93 


1277 


0 


9 


92 


1317 


1 


10 


93 C 


1291 


2 


11 


96 


1053 


3 


12 


100 


839 


4 



TABLE 16 



Example No. 


Elongation @ 2000 g Load(%) 


Load (g) 1st Pull to 30% Elongation 


Gap Setting in mm (Mils) 


8 


93 


1277 


0(0) 


13 


104 


738 


.38 (15) 


14 


108 


646 


.63 (25) 
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TABLE 17 



5 


Example No. 


Elongation <3> 
2000 g Load(%) 


Load (g) 1st Pull to 
30% Elongation 


Gap Setting in mm (Mils) 


Adhesion in Kg per 
cm2 (Kg per 1 in*) 




8 


93 


1277 


0(0) 






15 


94 


1027 


.254 (10) 


1.5(9.7) 


10 


16 


98 


750 


.483 (19) 


1.27 (8.2) 




17 


102 


637 


.635 (25) 


1.19(7.7) 




18 


101 


761 


.762 (30) 


1.16(7.5) 




19 


105 


610 


.889 (35) 


1.13(7.3) 


15 


20 


104 


677 


1.016(40) 


1.15(7.4) 



TABLE 18 





Example No 


Load (g) 1st Pull to 30% Stretch 


Load loss from Example 8 (percent) 


Gap Setting in mm (Mils) 




8 


1277 




0 




15 


1027 


19.6 


.254(10) 


25 


16 


750 


41.2 


.483 (19) 




17 


637 


50.1 


.635 (25) 




18 


761 


40.4 


.762 (30) 


30 


19 


610 


52.2 


.889 (35) 




20 


677 


46.9 


1.016(40) 
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Claims 

1 . A method of producing a composite elastic necked bonded material comprising: 
providing a tensioned. necked material; 

40 providing a film of substantially molten elastomer; 

depositing the elastomeric film onto the tensioned. necked material to form a multilayer material; and 
applying pressure to the multilayer material to bond the tensioned, necked material to the elastomeric film. 

2. The method of claim 1 , wherein said tensioned, necked material is continuously advancing. 

45 

3. The method of claim 1 or 2. wherein said film of substantially molten elastomer is provided by extruding it through 
a die tip. 

4. The method of any of the preceding claims, wherein the film of elastomer is deposited onto the tensioned. necked 
so material within from 0.1 to 1 second of exiting the die tip. 



5. The method of any of preceding claims, wherein the film of elastomer is deposited onto the tensioned, necked 
material within from 0.25 to 0.5 seconds, preferably within from 0.3 to 0.45 seconds, of exiting the die tip. 

55 6. The method of any of the preceding claims, wherein the film of elastomer is a film of an elastomeric block copolymer 
extruded at a temperature of from 182° to 283 6 C (360° to 540°F). 

7. The method of any of the preceding claims, wherein the film of elastomer is extruded at temperature of from 199°C 
(390°F) to 249°C (480°F), preferably 204°C (400°F). 
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8. 



The method of any of the preceding claims, wherein the pressure applied to bond the necked material to the elas- 
tomenc film is applied utilizing a pressure roll arrangement 

9 ' Th l!T l !!!] 0d * C !f' m . B - Whefein me pressure r0 " arranaenient comprises at least a first roll, a second roll and a 

so that the force required to extend the resulting composite elastic material on the first pull is at least about 25 
percent less than the force required to extend an identical composite elastic material prepared in an identical pres- 
sure roll arrangement with a pressurized nip such that the rolls are essentially in contact in the absence of material. 

10. The method of any of the preceding claims, wherein the pressure applied to bond the necked material to the elas- 
tomers film is generated by the tensioning force on the tensioned. necked material as the elastomeric film is tem- 
poranfy configured between a layer of tensioned, necked material and a protruding roller. 

11. The method of any of the preceding claims, wherein the extruded elastomeric film is a film of pressure sensitive 
elastomer adhesive. 

1 2. The method of claim 11, wherein the pressure sensitive elastomer adhesive is formed from a blend comprising an 
elastomeric polymer and a tackrfying resin. 

13. Themethodof any of the preceding claims, wherein the tensioned. necked material comprises at least two tensioned 
necked materials, and wherein the step of providing said tensioned, necked material is performed by providing a 
first and second sheet each sheet comprising at least one tensioned. necked material. 

14. The method of claim 13. wherein said first and second sheet is continuously advancing in intersecting relationship 
to form a contact zone. K 

1 5. The method of claim 1 4. wherein the film of substantially molten elastomer is provided between the first and second 
sheet of tensioned, necked material, and deposited onto the tensioned. necked material by depositing the elasto- 
menc film into the contact zone between the tensioned. necked materials; and wherein pressure is applied to the 
multilayer material to bond each tensioned. necked material to the elastomeric film. 

16. The method of any of the preceding claims, wherein the pressure applied to bond the necked material to the elas- 
tomenc f .lm is generated by the tensioning force on the tensioned. necked materials the multilayer material passed 
over a protruding roll. 

1 7 The method of any of the preceding claims, wherein pressure is applied to the multilayer materials immediately after 
forming the multilayer material. 

18. The method of any of claims 13 to 17. wherein said first and second sheet is of at least one tensioned necked 
material. 

1 9. The method of any of claims 13 to 18. wherein the elastomer is extruded through a die tip between the first and 
second sheet of tensioned, necked material. 

20. The method of any of claims 9 to 19. wherein the gap between the pressure rollers is from 0.38 mm (15 mils) to 
3.18 mm (125 mils), preferably from 0.76 mm (30 mils) to 2.55 mm (100 mils), and more preferably from 1 01 mm 
(40 mils) to 1 .65 mm (65 mils). 

21 . A method of producing a composite elastic necked-bonded material, especially according to one of the preceding 
claims, comprising: 

providing a first and second continuously advancing sheet, each sheet comprising at least one tensioned. necked 
material and each sheet advancing in intersecting relationship to form a contact zone. 

extruding a film of substantially molten elastomer through a die tip between the first and second continuously advanc- 
ing sheet of tensioned, necked matterial so that the extruded elastomeric film is deposited into the contact zone 
between the tensioned. necked materials within from 0. 1 to 1 second of exiting the die tip to form a multilayer material- 
and 

immediately applying pressure to the multilayer material to bond each tensioned. necked material to the elastomeric 
film. 
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22. A method of producing a composite elastic necked-bonded material, especially according to one of the preceding 
claims, comprising: 

providing a first and second continuously advancing sheet of at least one tensioned, necked material, each sheet 
comprising at least one tensioned. necked material, and each sheet advancing in intersecting relationship to form 
a contact zone; 

extruding a film of substantially molten pressure sensitive elastomer adhesive through a die tip between the first 
and second continuously advancing sheet of tensioned, necked material so that the extruded pressure sensitive 
elastomer adhesive film is deposited into the contact zone between the tensioned, necked materials within from 
about 0. 1 to about 1 second of exiting the die tip to form a multilayer material; and 

immediately applying pressure to the multilayer material utilizing a pressure roll arrangement comprising at least a 
first roll, a second roll and a controlled gap; 

wherein the controlled gap between the first and second rolls of the pressure roll arrangement is set so that the 
force required to extend the resulting composite elastic material on the first pull is at least about 25 percent less 
than the force required to extend an identical composite elastic material prepared in an identical pressure roll 
arrangement with a pressurized nip such that the rolls are essentially in contact in the absence of material. 

23. A composite elastic material produced by the method of any of the preceding claims. 
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FIG. 2B 
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FIG. 5 
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